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REIMFORCEMENT MATERIAL 

The present invention relates to a strengthening 
material for instance for use as textile reinforcement in 
composites . 

Currently placed into composites consisting of 
plastic strengthened with a textile reinforcement are 
woven fabrics, mats, membranes, non-wovens etc. 

In addition, a number of layers of textile rein- 
forcement are also often employed simultaneously to 
obtain the required stiffness and resistance. The differ- 
ent layers are then mutually connected to thus obtain the 
desired thickness of the reinforcement. Mutual connection 
of these multi-layer structures can be carried out for 
instance by means of knitting machines (the so-called 
Rachel machines) which mutually connect the different 
layers by means of a fine yarn, using for instance the 
chain stitch. The drawback of employing for instance a 
polyester strengthening thread is that this does not 
withstand particularly well the effect of moisture and 
corrosive substances. In addition, the materials used are 
often not compatible with the resin, whereby they do not 
adhere thereto. This does not enhance the durability of 
the final product - 

Composites provided with a textile reinforcement are 
applied for instance in flat objects such as panels, 
although more complicated pieces, such as boats, bumpers, 
junction boxes, bathtubs, telephone poles, tubes, pro- 
files etc. are nowadays also often made of composite 
materials . 

In the manufacture of flat composites such as for 
instance panels, most known strengthening woven fabrics 
and mats are sufficiently satisfactory. However, when 
complex shapes are made the textile reinforcements known 
up to the present time do not allow of sufficient mould- 
ing and folding or they behave in uncontrolled manner. 
Woven fabrics in particular are difficult to deform. Non- 
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wovens gui'te often tend to behave uncontrolledly and/ or 
tear. 

The multi-layer structures also deform little or not 
at all when stretched if at least one of the layers is 
5 foirmed by a woven fabric. If one of the layers consists 
of a non-woven they deform in an uncontrolled manner. 

It is the object of the invention to obviate the 
above mentioned drawbacks of particularly the multi-layer 
textile reinforcement. The invention has for its further 

10 object to provide a multi-layer textile reinforcement 

wherein composites of a great thiclcness (1 to 10 mm) can 
be made. Finally, the invention also has for its object 
to increase the durability of the composites provided 
with a textile reinforcement. 

15 This is achieved by the invention with a strengthen- 

ing material comprising at least one thickness-providing 
layer formed by a non-woven or a knit of glass fibre and 
at least one strengthening layer connected thereto on at 
least one side thereof. At least one of the strengthening 

20 layers is herein preferably embodied in glass fibre. 

The use of a knit or a non-woven of glass fibre as 
central layer in such strengthening materials has not 
been described before. 

With the strengthening material according to the 

25 invention stretching and draping of the reinforcement can 
tZLke place in a regular and reproducible manner. Compos- 
ites manuf actxired using the strengthening material ac- 
cording to the invention possess locations of different 
thicknesses which are predictable and reproducible. 

30 In a particularly advantageous embodiment of the 

invention at least the middle layer is formed by a knit 
of glass fibre. Such a knit has an excellent deformabi- 
lity. The weight, thickness and def ormability of the 
strengthening material can vary in accordance with the 

35 application. 

In another preferred embodiment the middle layer is 
a non-woven embodied in glass fibre. 

The strengthening material can be used in the manu- 
facture of plastic composites by means of injection, 

40 vacuxim technique, RIM, RTM etc. 
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With the strengthening materials according to the 
xnventxon it becomes possible to realize a perfect resin 
transport over the full surface and through'the^uir " 
thxckness of the workpiece. In addition, a regular and 
n%°:::d°\TthTr:"°" " strengthening la^e^^ co" 

no«!r^i . '^'^^ ^"-^^^ ^^^^^ non-woven becomes 

possxble durxng moulding of the workpiece. The occurrence 
Of tears and irregularities is hereby prevented, e^n at 
a local stretching of 100%. The middle layer, wl^ich is 
10 preferably formed by a knit or a non-woven i; g^::3 

f xbre provides thickness to the strengthening material 
:SL"^ '^^'^^^ ^^^"'^^^^ - can"e" 

15 «^ ^K^"" ""^^^ ^""^^ '^'^^'^ delamination resistance 

ifarthHi^dr Significantly higher wh:" "t 

least the middle layer is embodied in glass fibre Pref 
erably however, the strengthening material is "hoiir 
embodied in glass fibre. 

The strengthening layers can vary in weight thick- 
10 ness and structure. They can be arranL^ thick- 
^ arranged on one or both 

•Wes Of the nidaie layer, one or more of such layers Ian 

^n"^:v °" """'^'•^i"^ can ^ruH^ 

5 s^iecfto ""P""" *»e Skilled person that, 

strengthening layer can be used as long as they are 

oTg^rss'fl^rT"'""" "'^ ^'^"^ " - - "—en 

The connection of the layers is v. 
3 per s. .no« techni^es, such^ark^l^^'raewing^^dn 
punchxng or adhesion. Co^lnations of different !;cr ' 

c^rbLr" '""""^"^ "-^le punching or chemi- 

cal binding (adhesion) is however recommended 

in the case of needle punching the different lavers 

' 111 marT""" ^- ^''"^ °' st^en^:::. 

threads are herein pushed through the other layers, 
ta.er.by resulting i„ a mechanical connection. Needle 

«re:r:'''^ ^ ""^^ °' advantageous pH^erties. 
The strengthening material thus becomes more voluminous 
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and woolly as a whole, whereby the surface is smoother 
and finer. This also has the result that composites can 
be made with a lower glass content. This is particularly 
advantageous with a view to cost, A three-dimensional 
5 strengthening results from a plurality of threads, or 

parts thereof, being pushed through the full thickness of 
the strengthening material. The delamination resistance 
of such a material is therefore very great. When only 
layers of glass are used and these are fastened to each 

10 other by needle punching, the strengthening material 

consists entirely of glass. Composites made herewith have 
a better resistance J:o the action of moisture and corro- 
sive substances than composites wherein the different 
layers of the strengthening material are fastened togeth- 

15 er by means of for instance a polyester thread. Moreover, 
the strengthening material manufactured by needle punch- 
ing is likewise suitable for use in composites wherein 
fire resistance is important (for instance phenol res- 
ins) . 

20 Chemical binding of the layers takes place by spray- 

ing or sprinkling the layers with a fine powder of a 
thermoplastic or thermosetting plastic. The whole is 
thereafter heated and pressed together, whereby the 
powder melts and the different layers adhere to each 

25 other. The advantage of such a manner of connection is 

that the thermoplastic powder dissolves in the resin used 
to form the composite and participates fully in the 
polymerization. The skilled person will appreciate that 
the choice of powder and resin must be such as to enable 

30 dissolving and participation in the polymerization. The 
advantage of chemical adhesion is again that the synthet- 
ic connecting thread in the composite is absent. 

The strengthening material according to the inven- 
tion makes it possible to perform the moulding of the end 

35 product, in flat or complex shapes, in a one-step pro- 
cess. 

The invention further relates to composites provided 
with a strengthening material according to the invention. 
The present invention will be further elucidated 
40 with reference to the accompanying example, which is only 
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given by way of illustration and is not intended to li^it 
the xnvention in any way whatsoever. 



EXAMPT.F 1 



10 



15 



A strengthening material according to the invention 
machtr'^r^' °" ^ conventional needle punching " 
machine The material consists of a middle layer formed 
by a knit embodied in glass fibre. The glass fibrfl^ 
Chosen such that it is suitable for processing with the 
used resin tvoes Th» v«<^. . wxtn ime 

thic^cness o/Ts'Z ' ""'^^^ °' ^ 

or, >, ^""""^"^^^^^^i^^ purposes a non-woven is arranged 

on both sxdes of this middle layer, m this specif ic case 

anf:" "t "^'^^ " "^"^ conventional 

and consists of chopped strands mutually adhered with 

adhesxve powder. The fibres have a thicJcness of lo-^ tex 

20 Ma^) . " ""'""^'^ -^°PP-^ Strl^ld 

the needlf " k""^"" mutually connected by means of 

the needle punching technique. 

1« ™ ^"^^^^^"9 t^i^ textile reinforcement a composite 

25 ini!^r "^T^ ^^-P- — °f pressing! 

25 xn^ectxng and vacuum technique. The thickness of the 

composxtes formed in this manner is varied. 

It has been found that in all the manufactured 

composxtes the stretching of the strengthening material 

30 manner "T.'"" """"^^ °' ^""^ ^-oo^^^s in the same 

30 manner as the manner in which the knit itself can be 
draped. The fibres of the glass mats connected to the 
knxt by means of the needle punching technique follow the 

it^o^ °v"^ ^"'^ ""^^^"^ ^ c'^ntroii:: 

35 stretching of the glass mats is ensured. The 

With " "^^^ ^"'^""^ locations 

TlIL concentrations alternating with locations of 

would -ncentrations. Either type of concentration 

would cause weak spots in the composite. Due to the great 
<araping capacity of the middle layer in thi, ^^^^ ?rreat 
do vr.<4. 4 4. • . "'-'-"wixe xayer, m thxs example the 

40 knxt, xt xs possible to realize composites which locally 
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6 

require very large deformations of more than 100% of the 
strengthening material. 

EXAMPLE 2 

5 The same process as in example 1 is applied but 

instead of a knit a non-woven in endless glass fibre is 
used as middle layer between the two strengthening lay- 
ers. 

In this manner a strengthening material is obtained 
10 with which a 100% glass fibre-reinforced composite can be 
realized. This composite has a much higher delamination 
resistance than a composite with synthetic membrane as 
middle layer . 



***** 
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CLAIMS 

1. Strengthening material, for instance for use as 
textile reinforcement in composites, comprising at least 
one thickness-providing layer formed by a non-woven or a 
knit of glass fibre and at least one strengthening layer 

5 connected thereto on at least one side thereof. 

2. Strengthening material as claimed in claim 1, 
characterized in that at least one of the strengthening 
layers is embodied in glass fibre. 

3. Strengthening material as claimed in claim 2, 
10 oharacterized in that all layers are embodied in glass 

fibre. 

4. Strengthening material as claimed in any of the 
claims 1-3, ctaaracteriaed in that the different layers 
are mutually connected by means of knitting techniques 

15 and/ or adhesion and/ or needle punching and/ or sewing. 

5. Strengthening material as claimed in any of the 
claims 1-4, characterized in that the strengthening layer 
is a non-woven, a woven fabric, a mat, a web or a mem- 
brane. 

2° 6* Strengthening material as claimed in any of the 

claims 1-5 wholly or partially impregnated with resin. 

7. Composite provided with a strengthening material 
as claimed in any of the foregoing claims. 



***** 
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MSTRACTED-PUB-NO: WO 9627039 Al 
BASIC-ABSTRACT : 

A textile reinforcement or strengthening material for 
composites has at least one thickness providing layer 
formed by a non woven or knit of glass fibre. At least one 
strengthening layer connected to at least one side of this 
thick layer is embodied in glass fibre. 

USE - As a strengthening material for textile composites 

ADVANTAGE - The deformable and controllable reinforcement 
is thick and adds to the composite durability. 

TITLE-TERMS: TEXTILE REINFORCED COMPOSITE THICK KNIT NON 

WOVEN GLASS FIBRE LAYER ONE STRENGTH 
CONNECT 

DERWENT-CIASS : A60 F04 P73 

CPI-CODES: A08-R04; A12-S08B; A12-S08F; F02-B02; F02- 
COl; F03-D04; 
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DERWENT-ACC-NO: 1996-412802 



ENHANCED-POLYMER- INDEXING: Polymer Index [1.1] 018 ; 

POOOO; 



Polymer Index [1.2] 018 ; 
NDOO; K9892; B9999 B5287 
B5276; 



Polymer Index [1.3] 018 ; 
G2891 DOO Si 4A; S9999 S1172 

S1161 S1070; S9999 S1183 
S1161 S1070; B9999 B5243*R 
B4740; 
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CP I Secondary Accession Numbers: 1996-130152 



fiIey//CI/Documents%20and%20Settings/jgray/My%20Do...28_2009-10-01_WO_9627039_Al_M_AccessibleVersio^ (5 of 5)10/1/09 12:44:36 AM 



